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OBJECTIVE 


To determine which' substances in packaging materials adversely 
influence cigarette taste, and' establish maximum acceptance 
levels.. 


RESULTS 


Validation ' 

To confirm the tolerances proposed for residual solvents, 40 MLF 
HL blanks were analysed by the PM headspace GC method. The 
samples were taken from all PME MLF production centers, lug. 1 
shows the average total solvent and l-ethoxy-2-propamol concen¬ 
trations. Total solvent and l-ethoxy-2-propanol concentrations 
are shewn as a' percentage of the tolerance level established by 
sensory analysis [1]. The total residual solvent concentrations 
found are lower than the tolerance level. However, 1-ethoxy-2- 
propanol concentrations were closer to the tolerance level. Some 
individual samples printed by Polylaupen exceeded the tolerance 
level'. 


Sensory evaluation 

A descriptive sensory evaluation was made to correlate 
organoleptic changes with different residual solvent levels. The 
same packs were used as for the overall difference test [1], 

Fig. 2 shows; that increased solvent concentrations introduce the 
negative taste factors acidity, mcuthcoating and: harshness. 

The positive taste factors, impact taste and aroma, decrease at 
higher solvent concentrations. 


Source: https://www.ineluglrydocuments.ucsf.edu/docs/ztnmOOOO 
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PLANS 


- Repeat the collective test with printed blanks. 

- Establish specifications for printers including individual and: 
total solvent tolerances. 
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Figure 2 

Descriptive evaluation 



Total residual solvents [mg/m2] 
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Source: https://www.indusir^documents.ucsf.edu/docs/ztnm00P0 
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